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(54) Tide: METHOD OF MAKING A SLITTED OR PARTICULATE ABSORBENT MATERIAL 




(57) Abstract 

A method of making a slitted or particulate absorbent material for an absorbent article such as sanitary napkins, diapers, incontinence 
devices, and the like is disclosed. More particularly, the present invention relates to a method as described above which can be carried out in 
situ on another component of the absorbent article in a manufacturing process without cutting the other component. In one embodiment, the 
absorbent material is placed between two carrier webs, and a force is applied to the composite of the absorbent material and the carrier webs. 
The force breaks the absorbent material, but only deforms the carrier webs to provide a self-contained web of particulate material between 
two carrier webs. Absorbent structures formed by this method arc also disclosed. In one embodiment, the absorbent structure comprises a 
composite web of discrete elements of absorbent material. The composite web comprises at least one carrier web and a plurality of discrete 
elements of absorbent material arranged in an orderiy array on the carrier web. In one embodiment, the discrete elements of absorbent 
material are positioned adjacent to each other without any intervening material between the discrete elements of absorbent material. 
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METHOD OF MAKING A SLITTED OR PARTICULATE 

ABSORBENT MATERIAL 

FIELD OF THE INVENTION 

The present invention relates to a method of making a slitted or particulate 
absorbent material for absorbent articles such as sanitary napkins, panty liners, 
absorbent interlabial devices, diapers, incontinence devices, tampons, bandages, 
wipes, and the like. More particularly, the present invention relates to a method as 
described above which can be carried out m situ on another component of the 
absorbent article in a manufacturing process, and can be accomplished without 
cutting the other component unless it is desired to do so. The present invention also 
relates to absorbent structures formed by this method. 



BACKGROUND OF THE INVENTION 

Absorbent articles such as sarutary napkins, pantiliners, disposable diapers, 
incontinence products, and bandages are designed to absorb and retain liquid and 
other discharges from the human body and to prevent body and clothing soiling. 
Absorbent articles typically comprise a liquid pervious topsheet, a liquid impervious 
backsheet, and an absorbent core positioned between the topsheet and backsheet. 
The absorbent core of absorbent articles currently in use can comprise a variety of 
different types of absorbent materials, including comminuted wood pulp, commonly 
known as airfelt, creped cellulose wadding; meltblown polymers including coform; 
chemically stiffened, modified or cross-linked cellulosic fibers; synthetic fibers such as 
crimped polyester fibers; peat moss; tissue including tissue wraps and tissue 
laminates; absorbent foams; absorbent sponges; superabsorbent polymers; absorbent 
gelling materials; or any equivalent material or combinations of materials, or mixtures 
of these. 

In some cases, it has been proposed to slit absorbent material for various 
purposes. Various methods of slitting materials for different purposes and slit articles 
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are desa,bed .n the patent literature. European Patent AppHcation 0 234 194 
^.shed on September 2. 1987. discloses a method and apparatus for providing 

sit? T ^""'^'^ ""^--'o^'^S which involve 

shmng a soft and elastic plastic foam she«. European Patent Specification 0 293 208 

B d.scIoses forming fluid absorptive material for a catamenial napkin or disposable 
H r ' Z'^^^^P™'"^ cdlulose-based sponge sheets that have slits 
P«.v.ded therem U S. Patent 5.397.316 issued to UVon. et al. discloses d,sorbent 
members made of absorbent foam materials that remain relatively thin until wetted 
which are provided w.th slitted regions. U.S. Patent 5.61 1.790 issued to Osbon, et 
al. discloses extensible absort«nt articles which can have an absorbent core that is 
provided with slits therein. 

methods the slitting is done by placing the material to be slit between a sharp cutting 
blade and a hard backing surface, and cutting the material against the backing sui^ui 
by applying pressure against- the backing surface. 

r. u- |™P;'''tV'''*'' '''"'■"^ "^'^ fr"" ^'^^acks The 

cutting blade will have a high tendency to wear out. particularly if there is metal-to- 

metal contact between the cutting blade and the backing surface. In addition, with 
mipression related slitting, it is difficult to create narrow strips of slit material (for 
example, less than inch (1.3 cm) wide strips of material) due to the difficulty in 
a^angmg the cutting blades sufficienUy close together to create such narrow strips 
Another disadvantage is that ther. are limitations to the location of the slitting 
operation in the process of making an absorbent article. It is genemlly difficult to slit 
a web of material after it is combined with another web of material without slitting 
both matenals. While it is possible to sUt only one web of such a combined web 
great care has to be taken in setting the distance between the cutting blade and the 
backing surface so that only one of the webs is sHt. 

It has also been proposed to use particulate absorbent material in absorbent 
articles. However, the only known methods for providing a paniculate absorbent 
matenal for an absori,em core involve a step of chopping the absorbent material to 
form particulate absori,ent material, then transferring the chopped absorbent material 
to a deiiveo. system for delivering the absorbent material to the absorbent core 
providing suitable receptacle to contain the particulate absori>ent material, anc! 
delivering the chopped absorb nt material to the receptacle. 
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Often, the delivery system for providing particulate absorbent material will 
involve mixing the particulate material in a stream of air and using the air to blow the 
particulate material into the receptacle for the absorbent material. This will generally 
require that the receptacle be closed on all sides to prevent the particles from being 
blown outside the receptacle. It will also require that the quantity of the absorbent 
material particles delivered to the absorbent article be controlled (or "metered") 

♦ 

These known methods for providing particulate absorbent material suffer 
from numerous drawbacks. They involve a substantial number of steps. They 
require the use of a delivery system, which typically must be a closed system so that 
the particles can be mixed in a stream of air. They require a supply of compressed 
air, and a closed receptacle to receive the particulate material. 

Thus, a need exists for an improved method of making and providing a slitted 
or particulate absorbent material for absorbent articles. 



SUMMARY OF THE INVENTION 

The present invention is directed to a method of making a slitted or 
particulate absorbent material for an absorbent article such as sanitary napkins, 
diapers, incontinence devices, tampons, bandages, wipes, and the like. More 
particularly, the present invention relates to a method as described above which can 
be carried out in situ on another component of the absorbent article in a 
manufacturing process, and can be accomplished without cutting the other 
component unless it is desired to do so. 

The present invention can be used even more broadly to break (fracture, 
fragment, or otherwise alter the integrity of) an absorbent material. This is 
particulariy the case if it is not necessary to slit the material along pre-defined lines or 
to form the absorbent material into particulate material. The method of the present 
invention can break an absorbent material in a composite web without breaking the 
outer carrier web(s) by the application of a force on the composite web. The force 
applied to the composite web can be a tensile force, a compressive force, or both. If 
both of these types of forces are used, they can be applied either simultaneously, or 
sequentially (in either order). A large number of different processes and types of 
apparatus can be used to apply the force to the composite web. Suitable types of 
processes include, but are not limited to. passing the composite web through a nip 
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betwe«, grooved or patterned rolls, embossing (against a rigid or deformable 
surftce). compress.on between mating plates, vacuum, or other methods for exerting 
a force on a material. wwmg 

ab,oH, 'T""' "^"^ °f "^king a slitted or particulate 

absorbem material comprises the steps of 

(a) providing a carrier web having a first breaking point; 

(b) providing a second material on the carrier web to fomi a composite web 
having two surfaces, which second material has a second breaking point 
that .s lower than the breaking point of the carrier web. and comprises 
an absorbent material; 

(c) providing an apparatus for applying localized forces on portions of the 
composite web; and 

(d) applying a force to at least a portion of at least one of the surfaces of 

the composite web using the apparatus, which force is greater than the 

second breaking point, but less than the first breaking point so that the 

second matenal breaks in at least one place without breaking the carrier 
wd>. 

In a particularly preferred embodiment, the absorbent material is an absorbent 
foam that is wrapped inside a nonwoven earner web. The force applied by the 
apparatus breaks the inner absorbent material (due to its greater destructibility) but 
only defonns the outer nonwoven web to provide a self-contained web of partioilate 
mmenal inside a nomvoven wrapping. Th. present invention provides an improved 
meftod of making and providing a self-contained sUtted or particulate absorbem 
matenal for absorbent articles. The method of the present invenUon involves ven, 
few steps and significantly less additional equipment, and does not require a ddiveiy 
system that uses compressed air to transport particulate material to a closed 
receptacle. The method of the present invention also eliminates the need to re-meter 
the quantity of the particulate material delivered to the absorbent article. 

The present invention also relates to absorbent structures formed by this 
method. In one embodiment, the absorbent structure comprises a composite web of 
discrete elements of absori,ent material. The composite web comprises at least one 
earner web and a plurality of discrete elements of absori,ent material airanged in an 



wo 99/42068 PCT/IB99/00226 

5 

orderly array on the carrier web. In such an embodiment, the discrete elements of 
absorbent material can be positioned adjacent to each other without any intervening 
material between the discrete elements of absorbent material. In other embodiments, 
portions of the carrier web can be extended down between the discrete elements of 
absorbent material. In these or other embodiments, the composite absorbent 
structure can be extensible, stretchable, and/or elastically extensible. The absorbent 
structures of the present invention provide numerous advantages. These include, but 
are not limited to: providing a composite structure with improved flexibility and/or 
conformability to a wearer's body; improving the softness of the structure; improving 
the distribution of particulate absorbent material within the structure; and, improving 
the acquisition and handling of bodily fluids. 



BRIEF DESCRIPTION OF THE DRAWINGS 

While the specification concludes with claims particularly pointing out and 
distinctly claiming the subject matter which is regarded as forming the present 
invention, it is believed that the invention will be better understood from the 
following description which is taken in conjunction with the accompanying drawings 
in which: 

Fig. 1 is a simplified perspective view of one portion of apparatus that could 
be used to carry out the method of the present invention. 

Fig. 2 is a simplified perspective view of another portion of an apparatus that 
could be used to carry out the method of the present invention. 

Fig. 2A is a fi-agmented cross-sectional view taken of the nip between the 
rolls shown in Fig. 1 showing the teeth of the rolls being partially engaged. 

Fig. 3 is a simplified perspective view of a composite web of material passing 
through the apparatus shown in Fig, 1 and the apparatus shown in Fig. 2, with the 
composite web being shown partially fi-agmented. 

Fig. 3 A is a schematic side view of an alternative apparatus for making 
particulate material according to the present invention. 
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F,g. 4 shows a web made according to one variation of the present invention 
which .s provided with a central zone which is slit or formed into particulate material 
and a surrounding zone which is not slit or fonned into particulate material. 

Fig. 4A shows a web made according to another variation which is provided 
with a centnd zone that is not slit or formed into particulate material and a 
surrounding zone that is slit or fonned into particulate material. 

Fig. 5 shows a web made according to another variation of the present 
invention which is provided with a plurality of bands which are not slit or formed into 
particulate material that separate zones which are slit or fonned into particulate 
material. 

Fig. 5A shows a web made according to another variation of the present 
mvention which is provided a longitudinal central region with sHts oriented in the 
transverse direction and longitudinal side r^ions with slits oriented in the 
longitudinal direction. 

Fig. 6 shows a composite absorbent stnicture made by the method of the 
present invention in which an additional strip of absori,ent material is positioned on 
top of a continuous layer of absorbem material, and the composite absoAent 
structure is fonned into particulate material in the region of the strip of material. 

Fig. 7 shows a web of material that has circular portions therein that have 
been slit or fonned into particulate material, and portions that have been unfonned in 
which the regions are arranged in a patten, where unfonned portions will fom a 
plurality of spring-Hke stnictures when the web is folded. 

Fig. 8 shows the web of material in Fig. 7 after the same has been folded 
longitudinally at sevenU places to provide a tube-like structure with spring-Uke 
Structures on its sides. 

Fig. 9 shows a web of material having slit or particulate portions fonned 
therem which has been folded similariy to the web of material shown in Fig 8 but the 
slit or particulate portions are fonned in a different configuration to fonn a tmss-like 
Structure. 

Fig. 10 shows a relatively thick piece of material that has portions of each side 
of ,ts surfaces fonned into slit or particulate material while the ulterior of the piece of 
material is undisturbed. 
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Fig. 1 1 shows a web of material similar to that shown in Fig. 10; however, in 
Fig. 11, only a portion of the surface on one side of the web of material is slit. 

Fig. 1 1 A shows an example of a structure that the web of material shown in 
Fig. 1 1 can be formed into when it is bent into an arcuate configuration. 

Fig. 12 is a schematic side \dew that shows layers of a composite web that are 
combined by straining the composite web so that the fibers of the fibrous outer layers 
entangle the foam inner layer. 

Fig. 13 shows a winged sanitary napkin that can be formed with several 
different features using the method of the present invention. 

Fig. 14 is a simplified perspective view showing an alternative embodiment in 
which the method of the present is used to make an hourglass-shaped web of slitted 
absorbent material for use in diapers. 

Fig. IS is a partially fragmented top plan view of a diaper having an hourglass 
shaped absorbent core that comprises particulate absorbent material. 

Fig. 16 is a cross-sectional view of the diaper shown in Fig. 15 taken along 
line 16-16 of Fig. 15. 

Fig. 16A is a cross-sectional view of an alternative embodiment of the diaper 
shown in Figs. 1 5 and 16. 

Fig. 17 is a side view of a segmented structure that is formed fi-om an 
expandable material which is surrounded by a wrapping material, which was made 
using the method of the present invention. 

Fig. 18 is a simplified perspective view of a portion of a structure in which a 
plurality of columns of material extend fi-om a backing, which was made using the 
method of the present invention. 

Fig. 19 is a schematic side view of a portion of a variation of the structure 
shown in Fig. 18, in which a cover, such as a topsheet, is draped over the columnar 
elements thereof 

Fig. 20 is a schematic side view of a portion of another apparatus that can be 
used to carry out the method of the present invention, which apparatus comprises a 
pair of mating plates, each of which has a surface with a plurality of teeth thereon. 
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• Fig. 21 is a perspective view of a layer of absoibent material which has a 
portion that is provided with a plurality of slits therein that are oriented at an angle to 
the plane of the material. 

Fig. 22 is a schematic side view of a portion of another appanrtus that can be 
used to cany out the method of the present invention which comprises a plate which 
has a pattern on its surface, and an opposing flat plate. 

Fig. 23 is a side view of a portion of another apparatus that can be used to 
cany out the method of the present invention which comprises a patterned roll and an 
anv.1 roll, which may be similar to an apparatus used to spot bond nonwoven 
materials. 



DETAILED DESCRTPTim c Qp THF. mVFNTrnM 

The present invention in a prefened embodiment, relates to a method of 
making a slitted or particulate absori)ent material for an absort)ent article such as 
sarataiy napkins, panty liners. absort,ent interlabial devices, diapers, incontinence 
devices, tampons, bandages, wipes, and the like. More particularly, the present 
mvention relates to a method as described above which is preferably canied out in 
situ on another component of the absorbent article in a mamifacturing process and 
can be accomplished without cutting the other component, unless it is desif«d to do 

SO. 

The present invemion can be used even more broadly to break (fracture 
fragment, or otherwise alter the integrity of) an absorbent material. This is 
particularly the case if it is not necessary to slit the material along predefined lines or 
to fonn the absorbent material into particulate material. In prefened embodiments, 
the absorbent material may be positioned inside the composite web and the earner 
web(s) positioned on the outside of the composite web. The method of the present 
invention can break the absorbent material in the composite web. without breaking 
the earner web by the application of a force on the composite web. This is due to the 
greater destractibility of the absoitent material compared to that of the canier web 
or webs. The force applied to the composite web can be a tensOe force, compressive 
force, a force which is partially tensile and partiaUy compressive, or both tensile and 
compressive forces (either simultaneously, or sequentially (in either order)) 
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Versions of the method of the present invention that apply only compressive 
forces to the composite web will not tend to stretch the carrier web(s), as will 
versions of the method of the present invention that apply at least some tensile forces. 
A tensile force component is preferred if it is desirable to create space between the 
broken portions (i.e., the pieces) of the absorbent material. Providing space between 
the pieces of the absorbent materia! may be desirable for acquisition of liquids into 
the absorbent material; creating spaces to extend portions of the carrier web down in 
between the pieces of absorbent material; creating spaces between the pieces for 
localized bonding one of the carrier webs to the other; and/or forming the absorbent 
material into different shapes (such as hourglass shaped webs). 

In other words, the method of the present invention provides the ability to at 
least partially fracture a material without fracturing a material placed adjacent 
thereto. The expression "partially fractured", as used herein, refers to partial 
breaking, disrupting the integrity of, or producing discontinuities in the material in 
issue. The term "break", as used herein, refers to a more significant fracture such as 
where the material is severed and the portions of the material adjacent to the break 
separate. The material that is at least partially fractured is preferably absorbent. The 
other material may be deformed (e.g., corrugated and/or permanently elongated), but 
in the usual embodiment described herein, ret^ns its structural integrity and is not 
disrupted (i.e., it remains in an integral condition). The materials described herein 
may be in many different forms. In preferred embodiments, the materials are in the 
form of two (or more) layers. These materials differ in their response to compressive 
forces and/or forces acting to elongate the materials. 

A large number of different processes and types of apparatuses can be used to 
apply the force to the composite web. Suitable types of processes include, but are 
not limited to passing the composite web through a nip between grooved or 
patterned rolls — a process which has been described as pre-corrugating (or "ring 
rolling"); embossing (against a rigid or deformable surface), compression between 
mating plates; vacuum; or other methods for exerting a force on a material. Suitable 
methods for ring rolling are described in U.S. Patent 4,107,364 issued to Sisson on 
August 15, 1978, U.S. Patent 5,143,679 issued to Gerald M. Weber, et al. on 
September 1, 1992, U.S. Patent 5,156,793 issued to Kenneth B. Buell, et al. on 
October 20, 1992, and U.S. Patent 5,167,897 issued to Gerald M. Weber, et al. on 
December 1, 1992. 
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The term "patterned", as used herein with reference to a portion of the 
apparatus used in the method, refers to a surface with protrusions or depressions 
thereon (e.g.. a relief or intaglio pattern). The apparatus used in the present 
invention .s not limited to those having regular or repeating patterns thereon If an 
apparatus with an element having a pattered surface is used, any suitable pattern that 
.s capable of breaking the absorbent material can be used. The pattern can be regular 
or irregular (e.g.. random). Regardless of the specific process or apparatus used the 
method of the present invention is directed to the application of a concentrated force 
sufficiently high to cause localized failure in the absorbent material. The method of 
the present invention preferably breaks or fractures the absorbent material completely 
through, but m certain embodiments of the present invention, it need not. Preferably 
the method of the present invention does not break the carrier web(s). but variation^ 
of the present mvention are not precluded from doing so. 

9 

Figs. 1 and 2 show two portions of a preferred embodiment of an apparatus 
30 (shown in Fig. 3) that can be used to carry out the method of making a particulate 
matenal of the present invention, and more specifically which can be used to prepare 
a particulate absorbent material. Fig. 3 is a simplified perspective view of a 
composite web of material 26 passing through the portions of the apparatus shown in 
Fig. I and Fig. 2 m sequence. The process shown in Fig. 3 is especially preferred if- 
rt IS desired to form regular slits or particles; it is desired to provide the earner web 
with a degree or extensibility; and/or it is desired to provide the carrier web with an 
added degree of softness, flexibility, or both. 

It should be understood that the method of the present invention is shown and 
descnbcd m trnns of a method for making particulate material. The making of a 
shtted matenal is an intermediate step in the method of making particulate material 
To make a slitted material, it is only necessa^r to cut the web of absortient material 
so that It IS provided with slits that are oriented in one direction. The slits can be 
onented in the longitudinal direction, the transverse direction, or at an angle to the 
longitudinal and transverse directions. To make particulate material, the web of 
absori)ent material is slit in more than one direction (for example, the web can be slit 
twice with slits oriented perpendicularly to each other). In other embodiments of 
making particulate material, the web of absori,ent material may be provided with slits 
that are oriented at an angle to each other that is not perpendicular (e.g., to fonn a 
diamond-shaped pattern). The slits may be linear, curvilinear, or they may have some 
linear segments and some curvilinear segments. 
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As shown in Fig, 3, one embodiment of the method of making a particulate 
material according to the present invention preferably comprises: (a) providing a 
carrier material, which in this case is in the form of a web and is referred to as a first 
web (or "carrier web") 20 having a first yield to break point under tensile forces; (b) 
providing a destructible material for forming into particulate material, which in this 
case is referred to as a second material and is in the form of a web of material 
(second web of material) 22 on the carrier web 20 to form a composite web 26, 
which second web of material 22 has a second yield to break point under tensile 
forces that is lower than the yield to break point of the carrier web 20; (c) providing 
an apparatus 30 for mechanically straining the composite web 26, the apparatus 
having an element with at least one patterned surface thereon; and (d) subjecting the 
composite web 26 to a mechanical straining process using the apparatus 30 by 
impressing the patterned surface into the composite web 26 so that the second web of 
material 22 is at least partially formed into particulate material without forming the 
carrier web 20 into particulate material. 

In the embodiment shown, the carrier web 20 can comprise any suitable 
material having a yield to break point under tensile forces that is greater than that of 
the second web of material 22. The carrier web 20 may be manufactured fi-om a wide 
range of materials such as woven and nonwoven materials; polymeric materials such 
as apertured formed thermoplastic films, apertured or unapertured plastic films, and 
hydroformed thermoplastic films; porous foams; polyurethane foams; reticulated 
foams; reticulated thermoplastic films; and thermoplastic scrims. Suitable woven and 
nonwoven materials can be comprised of natural fibers (e.g., wood or cotton fibers), 
synthetic fibers (e.g., polymeric fibers such as polyester, polypropylene, or 
polyethylene fibers); bicomponent fibers (that is, fibers having a core of one material 
which is enclosed in a sheath made of another material); or fi-om a combination of 
natural and synthetic fibers. 

Preferably, the carrier web 20 comprises a material that is also suitable for 
containing the particulate material that vn\l be formed, and retaining the same in its 
desired position inside the absorbent article. For example, the carrier web 20 can 
serve such as a cover or topsheet, or as a backsheet for the absorbent article. 
Preferably, if the carrier web 20 is used for containing the absoibent material, any 
pores or openings in the carrier web 20 are smaller than the chopped particles for 
containment of those particles within the absorbent article. 
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Suitable apertured films for use as a carrier web 20 are described in U S Pat 
No. 3,929.135. issued to Thompson on December 30, 1975- US Pat No 
4.324 246, issued to Mullane, et al. on April 13, 1982; U.S. Pat'. No. 4 342 314' 
•ssued to Radel, et al. on August 3. 1982; US. Pat. No. 4.463.045, issued to A^. et' 
a^. on July 31. 1984; and U.S. Pat. No. 5,006,394. issued to Baird on April 9 1991 
One especially preferred apertured fUm carrier web useful as an outer cover 'for the 
absorbent material comprises a formed fihn described in one or more of the above 
patents and marketed on sanitary napkins by The Procter & Gamble Company of 
Cincinnati. Ohio as the "DRI-WEAVE" topshe«. 

In the preferred embodiment of the process shown in the drawings, however 
the earner web 20 comprises a nomvoven web. A number of different types of 
nonwoven webs are suitable for use as the carrier web 20. Suitable nonwoven webs 
can include, but are not limited to: carded nonwovens; spunlaced nonwovens; needle 
punche^ nonwovens; spunbonded nonwovens; air laid nonwovens. including 
thermally bonded air laid nonwoven webs, latex bonded air laid nonwoven webs and 
mdti-bonded air laid nonwoven webs; and thermally bonded wet laid nonwoven 

One particularly preferred spunbonded nonwoven material is a 1 9 g/yd2 (22 5 
g/m ) spunbonded polypropylene nonwoven material referred to as product No 
065MLPV60U (or "P.9") obtained from Fiberweb. North America of Washougal" 
WA. Another particularly preferred nonwoven material is a spunbonded polyethylene 
nonwoven material known as COROLIND sold by Corovin GmbH. Peine. Germany 
which can be obtained in two basis weights. 23 gsm and 30 gsm. 

.x»At *'''™""^ ^'^'^'^ ""'y be referred to as 

TBAL for brevity) for use as a carrier web 20 can be fabricated from a blend of 
cellulose and synthetic fibers. Preferred thermally bonded air laid materials are 
described in US. Patent 5.607.414 entitled "Catamenial Absorbent Structures Having 
Thennally Bonded Layers For Improved Handling of Menstrual Fluids, and Their 
Use m Samtaiy Napkins Having Improved Fit and Comfort" issued to Richards et al 
on March 4, 1997. ' 

A suitable low density latex bonded air laid material (which may be referred 
to as "LBAL" for brevity) for use as a carrier web 20 is a material having a basis 
weight of about 80 g/m2 known as product No. F6413MHB. which is obtained from 
Walkisoft, USA of Mt. Holly, NO. 
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A suitable multi-bonded air laid nonwoven material (which may be referred to 
as "MBAL" for brevity) comprises about 77% cellulose fibers, about 20% powder 
binder, and about 3% latex binder (1.5% sprayed on each side of the web) and has a 
basis weight of about 50 g/yd^ (about 60 g/m^). (Unless otherwise stated, all 
percentages herein are by weight.) Such a multi-bonded air laid nonwoven is 
preferably obtained as product No. 90830X3 12 from Merfin Hygienic Products, Ltd. 
of Delta, British Columbia, Canada. 

Suitable thermally bonded wet laid nonwoven webs (which may be referred to 
as "TBOWL" for brevity) are described in U.S. Patent 5,549,589 entitled "Huid 
Distribution Member for Absorbent Articles Exhibiting High Suction and High 
Capacity" issued to Homey, et al. on August 27, 1996. 

The carrier web 20 may also comprise a material that is extensible, or 
stretchable prior to any mechanical manipulation thereof, if desired. For example, a 
carrier web could comprise an apertured film made of a polyethylene/Kraton blend 
such as the Exxon film formerly known as EXX-7, available from the Exxon 
Corporation. Additional extensible materials that are suitable for use as the carrier 
web 20 are described in U.S. Patent 5,61 1,790 issued to Osbom. 

Preferably, at least one carrier web is used in the method of the present 
invention. In some embodiments of the method, a single carrier web will be placed 
adjacent to one side of the web of material that will be slit or formed into particulate 
material (the "second web of material" 22). As shown in Fig. 3, in other 
embodiments of the present invention, two or more carrier webs may be used. If two 
or more carrier webs are used, at least one carrier web, first carrier web 20, will be 
placed adjacent to one side (the first side or surface) of the second web of material 
22. A second carrier web, carrier web 24, will be placed adjacent to the other side 
(the second side or surface) of the second web of material 22 that will be slit or 
formed into particulate material. Placing a carrier web adjacent to each side of the 
second web of material 22 is particularly preferred when forming a particulate 
material so that when the particulate material is formed, it will be contained between 
the two carrier webs 20 and 24. 

The second web of material 22 (the web of material that will be slit or formed 
into particles) should have certain characteristics. The second web of material 22 
should have a second breaking point that is lower than the breaking point of at least 
one of the carrier web(s). The second web of material 22 should preferably be 
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capable of being readUy cut, preferably into strips and/or particles. The second web 
of matenal 22 preferably has a second yield to break point under tensile forces that is 
lower than the yield to break point of both of the carrier webs 20 and 24 In other 
words, the second web of material 22 is more easily destructible (for example, more 
easily cut or broken) than the carrier webs 20 and 24. 

In the preferred embodiment of the process, the second web of material 22 
comprises a web of absorbent material. Some suitable absorbent materials for use as 
the second web of material 22 comprise: certain nonwoven materials, including but 
not hmited to, tissue webs, any of the types of air laid webs of absorbent material 
speafied as being suitable for use as a carrier web; porous, absorbent, polymeric 
macrostnictures comprising interparticle crosslinked aggregate; absori,ent sponges 
absoitent foams; and any other type of absorbent material that has the characteristic^ 
descnbed herein. Suitable porous, absorbent, polymeric macrostructures comprising 
.nterpart.cle crosslinked aggregate are described in the foUowing patents- US 
Patent 5,124.188. issued to Roe, et al. on June 23, 1992; U.S. Patent 5.180,622 
issued to Berg, et al. on January 19. 1993; and US. Patent 5.330.822 issued to BenL 
etal. on July 19. 1994. 

In the preferred embodiment of the present invention shown in the drawings 
the second web of material 22 is an absorbent foam material. Suitable absorbeni 
foams for the second web of material 22 are described in U.S. Patent 5 260 345 
issued to DesMarais, et al. on November 9, 1993; US. Patent 5.268.224 issued to 
DesMarais. et al. on December 7, 1993; U.S. Patent 5,387,207 issued to Dyer et al 
on Februanr 7, 1995; US. Patent 5.550.167 issued to DesMarais on Augu'st 27 
1996; US. Patent 5,563.179 issued to Stone, et al. on October 8, 1996; U S Pateni 
5,650.222 issued to DesMarais, et al. on July 22, 1997; and allowed' U.S. Patent 
Application Serial No. 08/542,497 filed October 13, 1995, by Dyer, et al. (P&G Case 
5546R). Such absorbent foam materials are particularly preferred because they can 
be provided with good resistance to compression and resiliency following 
compression. The absorbent foam materials described in these different patents have 
properties that allow them to acquire and/or store various bodily exudates They may 
also be provided with the ability to absorb particular types of bodily exudates (e.g.. 
menses, runny bowel movements, and/or urine). 

It is noted that some of the same materials are described as being suitable for 
use as both a carrier web and as the second web of material. It should be 
understood, however, that while the specified materials can be used as either 
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component of the composite web, the materials used in the composite web 26 should 
be chosen so that there is a diiference in the breaking points between the materials 
used as the different components of the composite web. Thus, the same material 
would typically not be chosen for use both as the carrier web and as the second web 
of material. For instance, if a thermally bonded air laid material is chosen for use as 
the carrier web, then a material with a lower breaking point, such as an absorbent 
foam material, should be chosen as the second web of material, rather than another 
thermally bonded air laid material. There are exceptions to this, however, as 
discussed in greater detail in the portion of this specification describing alternative 
embodiments. For instance, the same materials could be used if one of them is 
treated to reduce its breaking point. 

The web of absorbent material 22 can be of any thickness that is capable of 
passing through the nip between the two sets of rolls. The thickness of the absorbent 
foam materials described herein is preferably between about 1 mm and about 5 mm, 
and more preferably is between about 1.5 mm and about 2,5 nrmi. However, in other 
embodiments of the method of the present invention (particularly where the apparatus 
comprises mating plates), lesser or greater thicknesses can be used. 

The web of absorbent material 22 has two surfaces, a first surface and a 
second surface. The surfaces of the web of absorbent material 22 are preferably 
substantially planar, although providing an absorbent material with non-planar 
surfaces is also possible. The web of absorbent material 22 and the carrier webs 20 
and 24 are preferably arranged as a laminate to form the composite web 26. The 
carrier webs 20 and 24 are preferably slightly larger in their cross-machine direction 
("CD" in Fig. 3) dimension so that they extend beyond the edges of the web of 
absorbent material 22. The extensions of the carrier webs 20 and 24 beyond the 
longitudinal edges of the web of absorbent material 22 are preferably joined together, 
such as by adhesives, so that a seal will be formed along the longitudinal edges of the 
composite web 26 to contain the absorbent material after it is formed into particles. 
The term "joined", as used herein, encompasses configurations in which an element is 
directly secured to another element by affixing the element directly to the other 
element; configurations in which the element is indirectly secured to the other 
element by affixing the element to intermediate member(s) which in turn are affixed 
to the other element; and configurations in which one element is integral with another 
element; i.e., one element is essentially part of the other element. 
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The remainder of the carrier webs 20 and 24 can simply be placed adjacent to 
the surfaces of the web of absorbent material 22. If a particulate material is being 
form^. the web of absori,ent 22 need only be placed between the carrier webs 20 
and 24 and need not be joined thereto. Alternatively, the carrier webs may also be 
joined to the surfaces of the web of absorbent material 22. If it is desimble to join one 
or more of the carrier webs to the web of absorbent material 22. adhesive may be 
apphed between one of the carrier webs and the web of absorbent material 22 or 
bet ween the web of absorbent material 22 and both of the carrier webs. The career 
webs 20 and 24 can be joined to the web of absorbent material 22 by attachment 
means such as those well known in the art. For example, these components of the 
composite web 26 may be secured together by a uniform continuous layer of 
adh^ve. a patterned layer of adhesive, or an array of separate lines, spirals, or spots 
of adhes.ve between the web of absorbent material and the carrier webs. Adhesives 
which have been found to be satisfactoo. are manufectured by H.B. Fuller Company 
of St. Paul, Minnesota under the designation HL-1258 or H-203 1 

If these components are joined together, this is preferably accomplished by an 
open patten, networic of filaments of adhesive as is disclosed in U.S. Patent 
4 573.986 entitled "Disposable Waste-Containment Garment-, which issued to 
Minetola. et al. on March 4. 1986. An example of an open pattern networic of 
filaments comprises several Unes of adhesive filaments swiried into a spiral pattern 
such as Illustrated by the apparatus and method shown in U.S. Patent 3 911 173 
issued to Sprague. Jr. on October 7. 1975; U.S. Patem 4,785.996 issued to Ziec^ker 
et al. on November 22, 1978; and U.S. Patent 4.842.666 issued to Werenicz on Jun^ 
27. 1989. Alternatively, these components can be joined by heat bonds, pressure 
bonds, ultrasonic bonds, dynamic mechanical bonds, or any other suitable attachment 
means or combinations of attachment means that are known in the art. 

Although some of the absorbent materials described herein (such as the 
absori,ent foam materials) are incompatible with conventional bonding techniques if 
the edges of the composite web 26 are sealed as described above, and the compoite 
web IS not excessively stressed, such bonding is sufficient for the purposes described 
herein. 

FIGS. 1 and 2 show two portions of an apparatus that is used to mechanically 
strain the composite web of material 26 in a particularly preferted embodiment of the 
method of the present invention. The arrangement of these portions into the overall 
apparatus 30 is shown in Fig. 3. The apparatus 30 preferably comprises an element 
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or component that has at least one patterned surface thereon. In the preferred 
embodiment shown in FIGS. 1-3, the apparatus 30 is provided with several 
components having patterned surfaces thereon. 

The portion of the apparatus shown in FIG. 1 comprises a first pair or set of 
cylindrical rollers (or rolls) 32. The first pair of rolls 32 comprises a top roll 34 and a 
bottom roll 36. The rolls 32 and 34 have spaced axes, A. Each of the rolls has a 
pattern on its surface. In FIG. 1, the top roll 34 has a plurality of ridges 38 and 
valleys 40 that are disposed around the circumference of the cylindrical roll 34. The 
ridges 38 form a plurality of triangular-shaped teeth 39 on the surface of the top roll 
34. Preferably, as shovm in greater detail in FIG. 2A, the teeth 39 have cross- 
sections in the form of isosceles triangles. The apex of the teeth 39 may be slightly 
rounded, if desired. 

The teeth 39 on the top roll 34 can be of any suitable size and pitch. The 
term "pitch", as used herein, refers to the distance between the apexes of adjacent 
teeth. In the preferred embodiment shown in the drawings, the depth (or height) of 
the teeth is preferably between about 0,1 inches and about 0.17 inches (about 2.5 mm 
to about 4.3 mm). The pitch is preferably between about 1 nmi and about 5 mm, and 
more preferably is between about 1.5 mm and about 2.5 mm. The pitch of the teeth 
establishes the width of strips into which the absorbent material is cut or chopped. 

The bottom roll 36 in the first pair of rolls shown in FIG. 1 also comprises a 
plurality of ridges 42 and valleys 44 that are disposed around its circumference. The 
ridges form a plurality of triangular-shaped teeth 43 on the surface of the bottom roll 
36. The teeth 43 on the bottom roll 36 preferably also have cross-sections in the 
form of isosceles triangles. The teeth 43 on the bottom roll 36 preferably are of the 
same size as those on the top roll. The bottom roll 36 preferably also comprises 
several evenly-spaced thin planar channels 46 on the surface of the bottom roll 36 
that are oriented parallel to the axis. A, of the bottom roll. In this embodiment, the 
spaced apart channels 46 in the bottom roll 36 preferably have a width of 2 mm. The 
"length" of the teeth 43 in the bottom roll 36 measured around the circumference of 
the bottom roll between the spaced apart channels is 8 mm. A suitable patterned roll 
for use as the bottom roll is described in U.S. Patent 5,518,801 entitled "Web 
Materials Exhibiting Elastic-Like Behavior" issued to Chappell, et al. on May 21, 
1996. 
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. •»''y-''haped teeth 39 in the top roll 34 preferably are offset from 

the eeUi 43 o„ the bottom roll 36. The offset is such that the triangulariy-shaped 
teeth 39 m the top roll 34 align ^th the valleys 44 on the bottom roll 36. That is the 
te^h m the top roll 34 are centered relative to the valleys 44 on the bottom roll' 36 
and could .ntennesh (or "engage") the portions of the bottom roll 36 that define the 
valleys 44 on the bottom roll 36. In this embodiment, however, rolls are preferably 
spaced so that the triangularly-shaped teeth 39 in the top roll 34 only partially «,gage 
with the valleys 44 on the bottom roll 36. The rolls 34 and 36 are preferably driven 
in opposite directions. 

In a preferred embodiment, the triangularly-shaped teeth 39 in the top roll 34 
and the valleys 44 on the bottom roll 36 should be spaced so that they are partially 
.nterm«,hing. The degree to which the teeth on the opposing rolls intermesh is 
referred to herein as the "engagement" of the teeth. The engagement of the teeth is 
represented by reference letter E in Fig. 2A. The engagement. E. is the distance 
between a position designated by plane P, where the apexes of the teeth on the 
respective rolls are in the same plane (0% engagement) to a position designated by 
plane P. where the apexes of the teeth of one roll extend inward beyond the plane P, 
toward the valleys on the opposing roll. The engagement of the teeth can be 
expressed as a percentage of the pitch (distance between the apexes of the teeth on 
one of the rolls), or in terms of a measured distance. Since the height of the teeth 
may be greater than the pitch, the engagement may be a value that is greater than 
100% (for instance, if the engagement is greater than the pitch). Preferably the 
engagement is between about 15% and about 120% of the pitch length, and more 
preferably is between about 65% and about 100% of the pitch length The 
engagement expressed in terms of a measured distance is preferably between about 
0.01 mch to about 0.07 inch (about 0.25 mm to about 1.8 mm), and more preferably 
•s between about 0.04 inch to about 0.06 inch (about 1 mm to about 1.5 mm). 

In other embodiments, however, the teeth 39 in the top roll 34 need not be 
aligned with the vaUeys 44 in the bottom roll 36 as shown in Fig. 2A That is the 
teeth 39 may be out of phase with the valleys 44. The teeth 39 may be out of phase 
to any suitable degree relative to the valleys 44 in the bottom roll 36. The teeth 39 
may range from being offset slightly from direct aligmnent relative to the valleys 44 
on the bottom roll 36 to being completely offset so that there could be no 
mtermeshing of the teeth of one roll with the valleys of the other. For example 
•nstead of the teeth of one roll being aligned with the valleys on another roll, the teeth 
of one roll could be directly aligned with the teeth of the other roll. Any of these 
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arrangements can be used to apply a sufficiently high concentrated force to the 
absorbent material to cause a localized failure of the same. 

The method of the present invention is carried out by feeding the composite 
web 26 between the mating rolls. As shown in FIG. 3, the composite web 26 is fed 
in a machine direction (MD) into the nip between the rolls 34 and 36. The carrier 
webs 20 and 24 face the patterned surfaces on the rolls. The least destructable 
web(s) (the carrier webs 20 and 24) should face the patterned rolls for ease in 
removing the mechanically strained composite web 26 from the patterned rolls. The 
rolls subject the composite web 26 to a mechanical straining process by impressing 
the patterned surface into the composite web 26 with a force that is greater than the 
second yield to break point, but less than the first yield to break point. This results in 
the web of absorbent material 22 being at least partially slit without slitting the carrier 
webs 20 and 24. 

FIG. 3 shows the condition of the composite web 26 after it passes through 
the nip between the first pair of rolls 32. As shown in FIG. 3, the top and bottom 
carrier webs 20 and 24 have a pattern of corrugations formed therein that 
corresponds to the combination of the patterns on the adjacent rolls, 34 and 36. The 
carrier webs 20 and 24, however, are not slit or cut. The intermediate web of 
absorbent material 22 has a plurality of slits 50 formed therein. The slits 50 are 
oriented in the machine direction. The slits are intermittent and separated by cross- 
machine direction bands of unslit material 52. This is due to the presence of the 
channels 46 on the bottom roll 36. Between the slits 50, the surfaces of the web of 
absorbent material 22 may remain substantially planar. 

The web of absorbent material 22 is slit while the carrier webs 20 and 24 are 
not slit because the web of absorbent material has a lower yield to break point under 
tensile forces (the forces exerted by the straining process) than the carrier webs 20 
and 24. In other words, the outer carrier webs 20 and 24 can withstand a higher rate 
of strain than the absorbent material 22 which results in a completely or partially 
disintegrated absorbent material fully contained between two layers of material. 

The web of absorbent material 22 need not have bands of unslit material 52 
therein. In other embodiments, continuous slits can be formed in the web of 
absorbent material 22. Continuous slits 50 will be formed if the bottom roll 36 is 
modified by replacing the channels 46 therein with sections that form continuous 
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ilp ^"''odiment. the bottom roll 36 will be Identical to the 

into . TT'IT "^'^ 22 will be fonned 

rll t ' °^^«ed strips 51 that have been sepanued by the slitting 
process. These may be refeired to as "strands" herein, although they are not 
comprised of wound fibers or the like. These strips or stnmds 51 can be ve.y narrow 
or they cai, be fairiy wide with widths increasing up to slightly less than the width o^ 
tne web (dependmg on the apparatus used). 

If these strips 51 are veiy narrow, they may resemble spaghetti noodles in the 
overall d,mens.ons. However, the sides of these strips would typically be flat. .Bther 
than rounded. The ^dth of the strips 5, depends on the pitch of the teeth on th" 
rolls. Thus, some non-limiting dimensions of the strips 51 in the preferred 
embod,ment shown might range from about 1 mm to about 5 mm wide, and are 
prrferably between about 1.5 mm and about 2.5 mm wide. The strips 51 can be any 
suitable length. They can range from lengths that are slightly greater than their width 
dimension, to an infinite length. Typically, their maximum length will be hmited by 
the length of the product into which they are incorporated. 

If the slits 50 are intermittent, the web of absorbent material 22 will be 
formed mto a plurality of comiected strips 51. The slits 50 can be of any suitable 
length so that the strips 51 are connected in any suitable mamier. It may for 
example be desirable to have the strips 51 remain connected at their ends and/or at 
their middle portions for ease in hamJling them in the manufacturing process The 
comiection of the strips 51 may eliminate the need for a carrier web in the step of 
passing the web of absori,ent material 22 into the nip between the first set of roUs It 
should also be understood that in situations where the strips 51 are continuous, there 
also may be no need for either carrier web in the step of passing the web of absorbent 
matenal 22 into the nip between the first set of rolls since tension will be placed on 
the absorbent material in the machine direction, and this will support the absorbent 
material without a carrier web or webs even after slitting. 

The web of absorbent material 22 can be provided with slits 50 that are in any 
suitable configuration (depending on the apparatus used). The slits 50 can be linear 
curvilmear, or they can be comprised of some linear segments and some curvilinea^ 
segments. 
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The method of the present invention is also not limited to fonning slits that 
are oriented only in the machine direction. In other embodiments, the first pair of 
rolls 32 can be configured similarly to the second pair of rolls 62 (which is described 
in greater detail below). In such a case, the slits formed in the web of absorbent 
material will be oriented in the cross-machine direction (or "CD"). In still other 
embodiments, either pmr of rolls can be oriented on a bias (that is, at an angle) 
relative to the machine direction to provide slits that are diagonally-oriented. If it is 
desired to make a slitted absorbent material according to the method of the present 
invention, the process will be complete after the composite web 26 passes between 
the first pair of rolls 32. If it is desired to form particulate material, then the steps 
described below will be performed. 

At this point in the process, (between the first and second sets of rolls 32 and 
62) it is possible to perform additional operations on the composite web 26. For 
example, an additional web of material, such as a continuous web of apertured film 
topsheet material, could be joined to the composite web 26 between the first and 
second sets of rolls. Alternatively, such an additional material could be cut into 
individual pieces and joined to the composite web 26 between the first and second 
sets of rolls. 

The second pair or set of rolls 62 is shown in greater detail in FIG. 2. The 
second set of rolls 62 also comprises top and bottom rolls, top roll 64 and bottom roll 
66. Each of these rolls has a pattern on its surface. As shown in FIG. 2, the top roll 
64 has a plurality of ridges 68 and valleys 70 that run parallel to the axis, A, of the 
top roll 64. The ridges 68 form a plurality of triangular-shaped teeth 69 on the 
surface of the top roll 64. The top roll 64 may also have a plurality of spaced apart 
channels 72 that are oriented around the circumference of the cylindrical roll. 

The bottom roll 66 in the second pair of rolls shown in FIG. 2 has a pattern 
that is identical to that of the top roll 64 in the second pair of rolls. The bottom roll 
66 has a plurality of ridges 74 and valleys 76 that run parallel to the axis, A, of the 
bottom roll 66, The ridges 74 form a plurality of triangular-shaped teeth 75 on the 
surface of the bottom roll 66. The bottom roll 66 may also have a plurality of spaced 
apart channels 78 that are oriented around the circumference of the cylindrical roll. 
A suitable set of rolls for use as the second set of rolls is described in U.S. Patent 
5,518,801 issued to Chappell, et al. 
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64 and T'""'' T^"""* bottom rolls 

64 and 66 .„ the second set of rolls 62 have teeth and Hdges and valleys having 

.m.lar charactenst.cs to those elements of the ,rst set of rolls. Thus, the teeth ar 
P^e.,Wy .n the shape of isosceles triangles. The teeth p..fe«bly al«, have the same 
!? " - the second set of 

or 'f ""h T !■ °" of 32. In 

th p^erred embodiment shown, the spaced apart channels 72 and 78 in the second 

of rolls preferably have a width of 2 mm. T.e "length" of the teeth meaZ 

^.sversely aaoss the rolls (parallel to the axes. A) between the spaced apart 

channels 72 and 78 on the surftce of each roll is 8 mm. The triangular-shaped t^ 

on the top and bottom rolls preferably also have the same engagement as the teeth on 

first set of roll, although the engagem^t can be varied as well. The top aL 
bottom rol s are preferably rotating in opposite directions. The composite web 26 is 
similarly fed mto the nip between the rolls 64 and 66. 

FIG. 3 shows that when the composite web 26 leaves the nip between the 
-cond^ of rolls 62. at least a portion of the absorbent material 22 is J J 
provided with a pUirality of slits 80 that are oriented in the cross-machine direction 
This causes the absorbent material 22 to be fonned or chopped into a plurality of 
particles 82. In the preferred embodimem sho^ in the drawings, the ,Lcle!82 
have a square surface area that is about 1.5 mm x 1.5 mm. particles 82 arc 
preferably about 2 mm thick (the thickness of the absori,ent foam material). 

In some embodiment, the particles of absorbent material 82 can be connected 
to unslit stnps that are left in the absorbent material. In other embodiments 
continuous cross-machine direction (CD) slits can be formed in the web of ab^^rbeni 
material 22 if the top and bottom rolls are modified by replacing the channel, 72 a«i 

l^rr^. """" ^"'^ the carrier 

w*s 20 and 24 are not slit, but have another pattern formed therein. The ovenUl 

pattern formed m the carrier webs 20 and 24 resembles a grid ,.^th a combination of 
the impressions created by first and second sets of rolls 32 and 62. 

In other embodiment, if it is desired to foim the entire web of absori,ent 
material 22 into particulate material, both sets of rolls can be modified by replacing 
any chamiels thereon with sections that fonn continuous ridges and valleys. This wiH 
result m the fonnation of continuous machine direction slit, and then continuous 
cross-machine direction slits which intersect to fonn a plurality of chopped particles 
The particles may be of any suitable size. The particles preferably have a laigest 
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dimension having a nominal size, that is preferably between about 1.0 mm and about 
25.4 mm, and more preferably between about 2 mm and about 16 mm. However, 
particles as small as 0.5 nmi and smaller, and particles larger than about 25 .4 mm are 
contemplated. Particles having a nominal size of about LO mm or greater are those 
which are generally retained on the surface of a U.S. Standard No. 18 mesh sieve 
screen. Particles having a nominal size of less than about 25.4 mm are those which 
generally pass through a U.S. Standard 25.4 mm sieve screen. 

* 

The chopped particles can be of any suitable shape. They may have regular 
shapes or irregular shapes. Examples of particles having regular shapes are particles 
in the shape of cubes, three dimensional rectangular particles, prisms, or other 
parallelepipeds. In still other embodiments, as will be described in greater detail 
below, the pattern on the surfaces of the rolls can be varied to provide a virtually 
unlimited number of variations of slits or particle shapes in the web of absorbent 
material 22. The particles can be all of the same general size and/or shape, or they 
can be of varying sizes and/or shapes. 

In one preferred embodiment, the particles of absorbent foam material are 
generally in the configuration of parallelepipeds. When the particles of absorbent 
foam material are described as being "generally" in a particular configuration, it is 
understood that they need not be exactly in the configuration specified, and that all of 
the particles need not be exactly in the configuration specified. It is sufficient if some 
of the particles are roughly in the shape specified so that they are recognizable as 
having such a shape. 

The particulate absorbent material 82 formed by the method described above 
is trapped and contained between the two carrier webs 20 and 24. The composite 
web, thus, forms a self-contained structure comprising particulate absorbent material. 
The composite web 26 with the particulate absorbent material 82 therein can then be 
incorporated into individual absorbent articles. (Of course, in embodiments in which 
the absorbent material is not formed into particles, but is only slit, the self-contained 
structure will comprise slit absorbent material, rather than particles.) The composite 
web 26 can be incorporated into absorbent articles in its flat condition as it leaves the 
nip between the second set of rolls. In other embodiments, the composite web can be 
folded or otherwise manipulated into the desired shape for inclusion in an absorbent 
article. 
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The preferred embodiment of the method of the present invention also 
provides advantages over impression-related slitting methods (that is, methods of 
slitting materials against a rigid backing or other methods of puncturing). The 
embodiment of the method of the present invention described above is particularly 
preferred because it employs a strain-related type of slitting. Impression-related 
slitting methods suffer from several drawbacks. The cutting blade will have a high 
tendency to wear out, particularly if there is metal-to-metal contact between the 
cutting blade and the backing surface. Another disadvantage is that there are 
limitations to the location of an impression-related slitting operation in the process of 
making an absorbent article. It is not possible to slit an intermediate web in a 
composite web using an impression-related slitting method. It is also difficult to form 
the narrow spaghetti-like strips of material and small particles that the method of the 
present invention is capable of providing using impression-related slitting methods. 

In addition it is generally difficult to slit a web of material after it is combined 
with another web of material without slitting both materials using impression-related 
slitting methods. WWle it is possible to slit only one web of such a combined web, 
great care has to be taken in setting the distance between the cutting blade and the 
backing surface so that only one of the webs is slit. Even after taking such care to set 
the cutting blade, it would be difficult to slit completely through the web of material 
without slitting the adjacent material. The method of the present invention, on the 
other hand, is well suited to slitting completely through one material without slitting 
the other. It should be understood, however, that the method of the present 
invention is not limited to one in which the destructible material is completely slit or 
broken. The method of the present invention also includes embodiments in which the 
destructible material merely fractures. 

Numerous alternative embodiments of the method of the present invention are 
possible. Several of these show even fiirther advantages of the method of the present 
invention. A non-limiting number of such embodiments are described below. 

In alternative embodiments, the material that is slit or formed into particulate 
material may be in forms other than a web. The material that is slit or formed into 
particulate material (the destructible material) may be in any suitable form, including 
but not limited to, a piece, one or more strips, a block, one or more layers, a 
laminate, or a web. The material that is described above as being the carrier web may 
also be in forms other than a web. The carrier material may be in any of the forms 
that are described above as being suitable for the material that is slit or formed into 
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Preferably, the slits in the carrier web are intermittent so that the carrier web(s) will 
retain a degree of integrity. 

In embodiments in which the destructible material comprises more than one 
layer, different types of absorbent material (such as foam material) could be used for 
each of the layers. For example, the layer of absorbent foam material that will be 
positioned closest to the wearer's body can comprise a soft foam with large cells for 
improved acquisition and comfort. The underlying layer could comprise a foam that 
is more firm, and which has smaller cells to establish a capillary gradient to wick 
liquids away from the foam having the larger cells for storage. 

In alternative embodiments of the method of the present invention, the 
positions of the top and bottom rolls of the pairs of rolls can be reversed. In these or 
other alternative embodiments, the order of the pairs of rolls could be changed so 
that the composite web 26 passes through the second pair of rolls before it passes 
through the first pair of rolls. 

As shown in FIG. 3A, in still other alternative embodiments, the two pairs of 
rolls shown in FIG. 3 could be replaced by an apparatus 300 comprising a 
combination of three rolls that is capable of chopping the absorbent material into 
particles. The three roll combination preferably comprises a pair of rolls comprising 
rolls 302 and 304, both of which have a pattern thereon. One of the patterned rolls, 
for example first roll 302, has a plurality of grooves that define teeth that are oriented 
in the machine direction. This roll can be similar to the rolls in the first set of rolls 32 
shown in FIG. 3. The other patterned roll, second roll 304, has a plurality of grooves 
that define teeth that are oriented in the cross-machine direction. This roll can be 
similar to the rolls in the second set of rolls 62 shown in FIG. 3. Both patterned rolls 
preferably have hard surfaces, such as steel. 

The two patterned rolls 302 and 304 operate in conjunction with a third roll, 
roll 306 which has a compressible and resilient surface (e.g. rubber). The third roll 
306 forms a pressure biased nip with each of the patterned rolls 302 and 304. In this 
embodiment, the patterned rolls do not even need to partially engage with each other. 
As shown in FIG. 3 A, instead of being fed through a nip between the two patterned 
rolls, the composite web is fed through a separate nip between each of the steel rolls, 
rolls 302 and 304, and the roll 306 having the compressible and resilient surface. 
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506. As shown in Fig. 5, the bands or unformed areas 502 can run in a single 
direaion, or in more than one direction. If the bands or unformed areas 502 run in a 
single direction, they can be parallel to each other, or non-parallel. If the bands or 
unformed strips 502 run in different directions, they can be perpendicular to eadi 
other as shown in Fig. 5, or be oriented at any suitable angle with respect to each 
other. The bands or unformed strips 502 may be linear, curvilinear, or have some 
linear portions and some curvilinear portions. 

In other embodiments, rather than omitting a pattern from the rolls used to 
slit or form the absorbent material as described for the embodiment shown in Fig. 5, a 
similar structure can be formed if the components of the composite web are 
assembled with a patterned glue area where some areas are glued and some are not. 
Where glue is present, the chopped absorbent foam material will be in the form of 
particles that are attached to the carrier web. These attached particles will form 
band-like structures. Where no glue is present, the chopped absorbent foam material 
will be in the form of "loose" particles that are contained by the band-like structures 
formed by the attached particles. 

The method of the present invention is not limited solely to forming webs that 
have regions that are slit or formed into particulate material, and regions that are not 
slit or formed into particulate material. In other embodiments, the web can have 
regions with different characteristics. For instance, the entire web can be slit or 
formed into particulate material, but some regions may be provided vwth a different 
pattern of slitting or particulate material having diflFerent characteristics. For 
example, one or more regions can be provided with slits and other region(s) can be 
formed into particulate material. In another example, regions of the web of material 
can vary by the degree of engagement of the partially intermeshing teeth or the pitch 
of the teeth. In other cases, any two (or more) properties or characteristics provided 
by the method described herein could be varied over different regions of the material 
that will be partially or completely slit or formed into particulate material. 

Fig. 5A shows an example of such a structure. Fig. 5A shows a web of 
absorbent material 510 that has a region along its longitudinal centeriine (a 
"longitudinal central region'') 512 that has one pattern of slits formed therein, and 
regions laterally outward therefrom ("longitudinal side regions") 514 and 516 that 
have a different pattern of slits formed therein. Such an absorbent material, which 
comprises part of a composite absorbent structure, could be folded into a tube-like 
structure similar to that shown in Figs. 8 and 9 (described below). The folded 
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structure 600 in Fig. 6 is shown without the carrier web(s) for simplicity. In the 
embodiment shown in Fig. 6, a strip of absorbent material 602 is positioned on top of 
a web of absorbent material 604. Placing the strip of absorbent material 602 as 
shown in Fig. 6 will provide a region along the longitudinal centerline of the web of 
absorbent material 602 that has a greater caliper than the adjacent regions 608 of the 
web of absorbent material. In the embodiment shown in Fig. 6, the strip of absorbent 
material 602 is formed into particulate absori)ent material 606. The portion of the 
web of absorbent material \y\ng immediately under the strip of absorbent materia] 602 
is preferably also formed into particulate material. This will provide a double 
thickness of particulate of absorbent material 606 along the longitudinal centerline of 
the composite absorbent structure 600. 

In variations of the embodiment shown in Fig. 6, the portion of the web of 
absorbent material 604 lying immediately under the strip of absorbent material 602 
need not be formed into particulate material 606. In other variations of the 
embodiment shown in Fig. 6, it is also possible to form the adjacent regions 608 of 
the web of absorbent material 604 into particulate material 606. This will result in 
the entire composite absorbent structure comprising particles of absorbent material. 

The embodiment shown in Fig. 6 provides a method for forming a "profiled" 
absorbent structure which comprises slitted or particulate material. The term 
"profiled", as used herein, refers to a structure having greater and lesser caliper 
regions. Products can easily be profiled in the longitudinal direction, the transverse 
direction, or any combination thereof using the method of the present invention by 
varying the roll patterns and absorbent material thickness. 

Figs. 7 to 9 show that by designing different patterns on the rolls, and 
optionally folding the composite web, the method of the present invention can be 
used to readily create structures that employ mechanical and/or civil engineering 
principles. Such structures include, but are not limited to lattice-like structures, wire 
fi-ame mesh-like structures, trusses, I-Beam, A-Frame, or lifting springs. Such 
structures are useful in adding various characteristics, such as: stability, fle>dbility, 
and resiliency to the final product. 

Fig. 7 shows a web of material, such as a web of absorbent material, 700 that 
has portions or areas 702 therein that have been slit or formed into particulate 
material, and portions 704 that have been left unformed. The web of mateiral 700 is 
shown without the carrier web(s) for simplicity. In the embodiment shown in Fig. 7, 
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slit or particulate material 1002 while the interior 1004 of the block 1000 is 
unformed. More specifically, in the embodiment shown in Fig. 10, the block 1000 is 
slit in two directions to form plurality of columnar elements 1006. Fig, 10 shows that 
the method of the present invention can be used to slit only part of the way through 
the thickness of a web or block of material. As shown in Fig. 10, if desired, portions 
1 008 on the outside and in the middle of the structure can also be left unformed to 
form an I-beam like structure. 

An embodiment can also be created which is the opposite of that shown in 
Fig. 10. That is, a web or block of material can be formed that has an interior portion 
that is slit or formed into particulate material and an outside portion adjacent to one 
or more of its surfaces, that is not slit or formed into particulate material. Such a 
structure can be created if the outside portion(s) of the web or block of material are 
more resistant to fracture when the web or block is subjected to the method of the 
present invention. The web or block can be provided with these characteristics if, for 
example, the web or block comprises a foam material that is provided with a skin that 
is more resistant to fracture than the interior portion of the web or block of foam. 
Alternatively, the foam could have stratified properties (that is, it could be in the form 
of a stratified structure) that has an interior which is less resistant to fi-acture than at 
least one exterior portion. In any of these cases, such a structure provides the 
advantage that it would eliminate the need for a separate carrier web. In another 
variation of this alternative embodiment, the foam material having the tougher 
outside skin can be provided in a tube form (for example, in the form of a cylindrical 
tube). In such a case, the method of the present invention could be used to form a 
closed tube of particles or strands of material which is contained in a unitary skin. 

Fig. 11 shows a web similar to that shown in Fig. 10. However, in Fig. 11, 
the web 1100 is thinner, and only a portion 1102 of the surface on one side of the 
web of material is slit. The portion 1 104 that forms the other side of the web 1 100 is 
not slit. Fig. 11 A shows an example of a structure that the web of material 1100 
shown in Fig. 1 1 can be formed into when it is bent into an arcuate configuration. As 
shown in Fig. 1 1 A, when the web 1 100 is bent, the slits 1 106 open up between the 
strands of slit material 1108. The slits 1106 may provide the bent web 1100 with 
improved ability to acquire liquids and/or the ability to transport liquids within the 
channels formed by the opening of the slits 1 106. 

In still other embodiments, a similar structure can be formed by adhesively 
attaching a carrier web to only one side of an absorbent material (such as an 
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absorbent foam material) to form a composite web. The composite web is then 
m^han-ca ly stramed as described herein. This will slit or form the absorbent foam 
mat«.aImto particulate material. The slit or particulate material will remain attached 
by he adhes,ve to the carrier web. The mechanical strai^ng of the absori,e„t foam 
matenal w^l create a structure which has one side that is slit or fonned into columns 
one s. e that is fixed to the carrier web. The side that is slit or formed into 
columns wJl tend to expand more than the side that is attached to the earner web. 
This will form a stnicture similar to that shown in Fig. 1 1. 

Fig. 12 shows that the method of the present invention can also be used to 
entangle or bond two or more layers of material. For example, in the embodiment 

K Th 1Z "^^^^ P^^^'^"^' two latex 

bonded a,r-la.d webs 1202 and 1204 to form a composite web 1206 In this 

part-cular embodiment, the layers of the composite web 1206 may, but need not be 
bonded together. When the composite web 1206 is subjected to a mechanical' 
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1206 W.I1 also be at least loosely adhered together. While not wishing to be bound to 

any particular theo^.. it is believed that the fibers of the air laid webs 1202 and 1204 
wUl wrap around the foam particles to bind the layers together. In some cases, if the 
parucles of foam material are subjected to liquids, they may expand and dismpt the 
bonds formed by the fibers wrapping around the foam particles. This may be an 
advantage for designs, such as those in which toilet flushablility is desired that 
require a product to fall apart when totally saturated. 

The compression of the composite web 1206 will result in not only at least a 
temporaiy reduction in caliper of the composite web 1206. but it may also result in an 
mcrease m tfie other dimensions of the composite web 1206. The composite web 
1206 may. for example, comprise a foam material having an original caliper. C, of 
about 5 mm, which is compressed to a compressed caliper. C^, of about 1 mm. ^er 
the compressive forces have been removed, the composite web 1206 may expand 
back to Its ongmal caliper C, or to an intermediate expanded caliper, C„ between its 
compressed caUper and its original caliper. This Z-direction compression will also 
likely cause the composite web 1206 to expand in the longitudimd and transverse (X 
and Y) directions. Such compression may. for example, result in an increase in both 
len^h and width of the composite web of about 50o/.. Passing the composite web 
1206 through the nip between corrugated rolls 1208 and 1210 will also deform the 
composite web in the Z-direction by forming comigations into the same. This Z- 
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direction deformation may result in an increase (e.g., of about 30%) in the overall 
caliper of the compressed composite web 1206 when the overall caliper is measured 
from the point of minimum amplitude to the point of maximum amplitude of the 
corrugated composite web 1206. 

Fig. 13 shows an absorbent article (an extensible sanitary napkin designated 
1320) in which the method of the present invention was used to simultaneously 
perform several diflFerent operations in the process of making the absorbent article. 
The sanitary napkin 1320 comprises a main body portion 1322. The main body 
portion 1322 comprises a liquid pervious topsheet 1324, a liquid impervious 
backsheet 1326 joined to the topsheet, and an absorbent core 1328 positioned 
between the topsheet 1324 and the backsheet 1326. These components can be joined 
in any suitable manner that allows the assembled sanitary napkin 1320 to be 
extended. The sanitary napkin 1320 may comprise a pair of end seals 1329 that are 
formed by fusing the topsheet and backsheet together. The sanitary napkin 1320 also 
has wings or flaps 1330 extending from each longitudinal side edge of the main body 
portion 1322 thereof 

The sanitary napkin 1320 shovwi in Fig. 13 has an absorbent core 1328 with 
regions 1334 that have been formed into particulate material 1336 by the method of 
the present invention. As shown in Fig. 13, the regions 1334 comprising the 
particulate material are separated by unformed bands 1338 that are oriented in both 
the longitudinal direction and the transverse direction. In addition, the method of the 
present invention was preferably also used to form strainable network regions into 
the topsheet 1324 and the backsheet 1326. The term "strainable network region" is 
described in greater detail in U.S. Patent No. 5,518,801 entitled Web Materials 
Exhibiting Elastic-Like Behavior, which issued to Chappell, et al. on May 21, 1996. 
The formation of the strainable network regions into the topsheet 1324 and backsheet 
1326 provides these components of the sanitary napkin with extensibility. The 
unformed bands of the strainable network in the topsheet 1324 and backsheet 1326 
provide these extensible components with elastic-like properties. The formation of 
the absorbent core 1328 into particulate material places the absorbent core 1328 into 
a form that will not interfere with the extensibility of the topsheet 1324 and backsheet 
1326. 

The topsheet 1324 and backsheet 1326 can be provided with extensibility in 
one direction, in more than one direction, or in all directions in the X-Y plane, 
depending on the pattern of the strainable network formed therein. In the 
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embodiment shown in Fig. 13. the sanitary napkin 1320 is extensible in both the 
longitudmal and transverse directions. The sanitary napkin 1320 shown in Fig 13 is 

7fuZ TJt " "~ ''^''^^ U.S. Patent 

5.611.790 entitled 'Stretchable Absorbent Articles", which issued to Osbom et al 
on March 18, 1997. ' 

Fig. 13 shows that the method of the present invention can also be used to 
provide the wings or flaps 1330 with extensibUity. The wings 1330 can be provided 
with extensibility in any of the directions specified above for the topsheet and 
backsheet. It is also possible to provide the wings 1330 with extensibility in a 
direction or amount that differs from that of the topsheet and backsheet by passing 
the sanitary napkin 1320 through an apparatus that has a different pattern on the 
portion of the patterned surface that contacts the wings 1330 fi-om the portion of the 
apparatus that contacts the main body portion of the absorbent article. The portions 
of the roHs that will be used to provide the wings with extensibility, if mating .x>IIs are 
used, may also be positioned closer together, or engage to a greater extent, if the 
wings 1330 do not have as many layers as the main body portion 1322 does. 

The method of the present invention can also be used to emboss and/or bond 
the components of the. sanitary napkin together. Fig. 13 shows that the body-facing 
surface of the sanitaiy napkin 1320 may be provided with a plurality of embossments 
•n the form of fusion bonds 1340. The fiision bonds 1340 can be formed by 
providing a plurality of bonding elements on the patterned surface of the apparatus 
used to form the absorbent core 1328 into particulate material. The bonding 
elements may optionally be heated if desired. Typically, in order to bond the 
components together, at least those components that are bonded together will 
preferably comprise at least some thermoplastic material. In other embodiments it 
may be desirable for the patterned surface to be provided with elements that merely 
emboss the body-facing surface of the sanitary napkin, and do not form fusion bonds 
between the components thereof. 

The method of the present invention can, thus, be used to form the absorbent 
core 1328 into particulate material, provide the topsheet 1324 and backsheet 1326 
Avirt, extensibility, provide the wings or flaps 1330 with extensibility, to emboss 
and/or bond the components together, and seal the ends of the sanitary napkin 1320 
This can all be accomplished in a single pass through an apparatus similar to that 
shown in Fig. 3. 
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The method of the present invention is, thus, capable of making extensible 
structures which previously could only be made with great difficulty. This is due to 
the fact that the method is able to slit, chop, or otherwise break the integrity of the 
absorbent material. Pre>dousIy, it was difficult to impart sufficient extensibility to 
absorbent materials by forming a strainable network into the same. Slitting, 
chopping, or breaking the absorbent material provides an absorbent article with 
absorbent material that does not significantly interfere with the desired extensibility 
properties imparted to the topsheet and backsheet when a strainable network is 
formed into the topsheet and backsheet. 

Fig. 14 shows an alternative embodiment of the method of the present 
invention which is used to make an hourglass-shaped web of slitted or particulate 
absorbent material 1400. 

Fig. 14 shows an apparatus suitable for slitting an absorbent material. The 
apparatus comprises a pair of meshing rolls 1402 and 1404. Any suitable pattern can 
be provided on the surfaces of the rolls. The rolls 1402 and 1404 shown in Fig. 14 
are preferably similar to those shown in Figs. 1 and 3, only without the channels 46 in 
the bottom roll. It has been found that if the distance between the rolls is increased 
or decreased, this will in addition to slitting or chopping the absorbent material, also 
vary the overall width of the slit or chopped web of material 1400. It has been found 
that when the rolls are moved closer together in the Z-direction, this will increase the 
percentage of engagement of the teeth on the rolls, and create a wider web of slit or 
particulate material. Thus, for example, if the initial width Wj of the web of 
absorbent material is 75 mm, it has been found to be possible to increase the width of 
such a web to widths as great as 125 mm. If the opposite is done (that is, the rolls 
are moved further apart, the web of slit or particulate material will be narrower in 
width. 

In the embodiment of the method shown in Fig. 14, this concept has been 
taken a step further. The distance between the pair of rolls shown in Fig. 14 is 
cyclically increased and decreased. The cyclical increase and decreasing of the space 
between the rolls can be accomplished in several ways. These include, but are not 
limited to utilizing a cam arrangement, a solenoid, or by profiling the rolls. This 
forms the web of absorbent material into a web of slitted or particulate material that 
is provided in a plurality of hourglass shaped portions that may be cut into individual 
absorbent cores. The shaped absorbent core can be used in a wide variety of types of 
absorbent articles. 
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Fig^ 15 shows such an hourglass absori,ent core in place in a diaper 1520 As 
shown .n Figure 15, the diaper 1520 preferably comprises a liquid pen^ous topsheet 
1524; a hquid impervious backsheet 1526; an absorbent core 1528. which is 
preferably positioned between at least a portion of the topsheet 1524 and the 
backsheet 1526; side panels 1530; elasticized leg cuffs 1532; an elastic waist feature 
1534; and a fastening system generally designated 1540. The diaper 1520 shown in 
Figure 15 has a first waist region 1536. a second waist region 1538 opposed to the 
first wa.st r^on 1536 and a crotch region 1537 located between the first waist 
r^on and the second waist region. The periphery of the diaper 1520 is defined by 
the outer edges of the diaper 1520 in which the longitudinal edges 1550 run genera^r 
pardlel to the longitudinal centerline U of the diaper 1520 and the end edges 1552 
run between the longitudinal edges 1 550 generally parallel to the transverse centerline 
Ti of the diaper 1520. 

The diaper 1520 shown in Fig. 15 preferably comprises a waste management 
element 1620 that is capable of accepting, storing and/or immobilizing viscous fluid 
bod.ly waste, such as rxmny feces. The waste management element 1620. and the 
components thereof can be located anywhere in the diaper, including the crotch 
region or either waist region, or it may be operatively associated with or included in 
any structure or element such as the core 1528, or as shown in Fig. 16A. a leg cuff 
or some other element. 

The waste management element 1620 preferably comprises an acceptance 
element 1650 for accepting bodily exudates, particularly viscous fluid bodily waste 
Surtable materials and structures for use as the acceptance element 1650 may include 
apmured nonwoven webs, apertured films, apertured formed films, scrims, woven 
webs, scnm, netting, macroporous thin foams, and the like. The waste management 
element 1620 preferably also comprises a storage element 1652 that is capable of 
stonng VISCOUS bodily waste accepted by the acceptance element 1650 The 
embodiment of the storage element 1652 shown in Figs. 15. 16. and 16A comprises a 
macro-particulate stmcture 1570 comprising a multiplicity of discrete particles 1572 
arranged in an orderly array. 

The expression "orderly array", as used herein, includes distributions of 
particles that are at least roughly aligned with their sides oriented in the same general 
direction. The particles may also be at least roughly arranged in rows and/or layers 
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The macro-pardculate structure 1570 may include any number of panicles 
1572. Further, the paiticies 1572 may be unjomed and free to move within Ae 
structure 1570 or may be joined to each other by any known means. Ahemativeiy, 
the structure 1570 may include an external support, such as a nieU>iown hot-meh 
glue, a wd, a nettii^ a scrim, a thread or other adhesive or nonadhesive entangling 
supports. Any of the particles 1572 also be joined with any other portion of the 
diaper structure, such as the topsheet or the core. The particles 1572 may also be 
constrained in patterned, three-dimensional regions such as pleats, "piDows'*, and 
pockets. 

The individual particles 1572 may be made from any material suitable for use 
in absoifoent articles. The materials used m the particles 1572 may be absorbent, 
nonabsorbent, microporous, macroporous, resilient, nonresifient, etc or may have 
any other desirable characteristic. Examples of macroporous absorbent materials 
suitable for use in the particles 1572 inchide lugMoft nonwovens, open odl foams, 
bundles of fibers, sponges and the like. Other absorbent materials include celhilosic 
batts, capillary channel fibers, osmotic storage materials such as superabsorfaeat 
polymers, etc. Nonabsorbent particles 1572 may comprise plastic, metal, ceramic» 
glass, closed cdl foams, column paddiig materials, synthetic fibers, gds, 
encapsulated gas, liquids and the like. Further, aiiy or aD of the particles 1572 may 
include odor absorbents, lotions, sUn care fomutlations, antimicroUals, pH buffers, 
enzyme inhibitors, and the like. 

The maao-fMuticulate structure 1570 prefinbly indudes a continuous 
interstitial vdd space 1574 that is defined by the space between the panicles 1572. 
By varying the size and/or shape of the panicles 1572, the interstitial vdd space 1574 
can be controlled. The particles may be of any known shape, including spheres, 
oblate spheroids, rectangular and polygonal solids, and the like. Suitable particle 
shapes and conresponding void fractions are described in Perry's Chemical 
Engineering^Handbodc, 6*^ ed^ McGraw-HDl, 1984« at p. 18*20. The diaper shown 
in Figs. 15, 16 and 16A is described in greater detail in U.S. patent application 
Serial No. 08/970,508 entitled **Diaper WtOi Improved Feces Management 
Properties'", filed in the name of Roe, et al. on November 1 1, 1997. 

The topsheet 1524 and/or the backsheet 1526 of the diaper 1520, or any 
ponion thereof niay be elasticaily extensible in one or more directions. In one 
embodunent, the topsheet 1524 and/or the backsheet IS26 may comprise a structural 
elastic-Eke fibn CSELF**) web to provide an extensible diaper. A structural elastic* 

RECTIFIED SHEET (Rule 91) 

ISA/EP 
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like filn, web is an extensible material that exhibits an elastic-like behavior in the 
direction of elongation without the use of added elastic materials. The SELF web 
mcludes a strainable networic having at least two contiguous, distinct, and dissimilar 
regions. Preferably, one of the regions is configured so that it will exhibit resistive 
forces .n response to an applied axial elongation in a direction parallel to the 
predetermined axis before a substantial portion of the other region develops 
significant resistive forces to the applied elongation. At least one of the regions has a 
surfece-pathlength which is greater than that of the other region as measured 
substantially parallel to the predetermined axis while the material is in an untensioned 
condition. The region exhibiting the longer surface-pathlength includes one or more 
deformations which extend beyond the plane of the other region. 

SELF web exhibits at least two significantly different stages of comrolled 
res.st.ve force to elongation along at least one predetennined axis when subjected to 
an applied elongation in a direction parallel to the predetermined axis The SELF 
web exhibits first resistive forces to the applied elongation until the elongation of the 
web IS sufficient to cause a substantial portion of the region having the longer 
surface-pathlength to enter the plane of applied elongation, whereupon the SELF 
web exhibits second resistive forces to fi.rther elongation. The total resistive forces 
to elongation are higher than the first resistive forces to elongation provided by the 
first region. SELF webs suitable for use on the diaper 1520 shown in Fig 15 are 
more completely described in U.S. Patent No. 5.518.801 entitied Web Materials 
Exhib.t.ng Elastic-Like Behavior, which issued to Chappell. et al. On May 21 1996 
which IS incorporated herein by reference. In akemate embodiments, the topsheei 
and/or the backsheet 1526 may comprise elastomeric nonwovens. films, foams 
strands, or combinations of these or other suitable materials with nonwovens or 
synthetic films. 

Alternative types of elastically extensible absoAent structures suitable for use 
m a diaper (or other type of absori>ent article) can also be created using the method 
of the present invention. One preferred alternative structure is formed by including 
an elastically extensible material in the composite web prior to subjecting the 
composite web to a force when carrying out the method of ti,e present invention 
The elastically extensible material can comprise any suitable elastically extensible 
matenal. The elastically extensible material can be Uquid pervious, or if it will be 
located on a garment-fiicing side of the absorbent material, liquid impeivious 
Suitable elastically extensible materials include any of those elastically extensible 
matenals specified as being suitable for use as a carrier web. An elastically extensible 



wo 99/42068 PCT/IB99/00226 

41 

material can be selected that is extensible in one direction, or more than one 
direction. The elastically extensible material may, but need not be as wide and/or as 
long as the other components of the composite web. 

Such an elastically extensible material can be positioned between the first 
carrier material 20 and the destructible absorbent matmal 22. Alternatively, the 
elastically extensible material can be positioned between the second carrier material 
24 and the absorbent material. In other variations of this embodiment, the elastically 
extensible material can be positioned between both carrier materials 20 and 24 and 
the absorbent material 22. In still other versions of such an alternative embodiment, 
one or more of the carrier webs can comprise the elastically extensible material. 

In one particularly preferred embodiment of such an elastically extensible 
structure, the composite absorbent structure looks similar to the composite web 
shown in Fig. 3, only it comprises a five layer structure. The five layer composite 
absorbent structure comprises fi-om top to bottom: a topsheet material, a layer of 
elastic polyurethane foam, a layer of absorbent foam material described in the 
Absorbent Foam Material patents, another layer of elastic polyurethane foam, and a 
backsheet material. The composite absorbent structure is then subjected to the 
method of the present invention. The method of the present invention can be used to 
either slit or form the layer of absorbent foam material into particulate material. This 
will form an elastically extensible composite absorbent structure in which the 
absorbent foam material is either slit into a plurality of strips, or formed into 
particulate material. The other layers of the composite absorbent structure including 
the elastic polyurethane foam layers) will typically only be corrugated by this process. 
However, embodiments in which one or more of these layers is also at least partially 
slit are not precluded. 

The elastically extensible absorbent structure formed in this manner can have 
numerous uses. The elastically extensible absorbent structure can serve as a 
stand-alone absorbent article, or it can comprise a portion or feature of an absorbent 
article. For example, the elastically extensible structure can comprise a portion which 
forms (all or a portion of) an elastic waist feature for a diaper and a portion which 
forms (all or a portion of) an absorbent core for a diaper. The portion of the 
elastically extensible structure that forms the elastic waist feature may, but need not, 
comprise an absorbent foam material. The method of the present invention can, thus, 
be used to form a bendable, flexible, stretchable, and if desired, absorbent, elastic 
waist feature that is highly comfortable and conformable to the wearer's body. The 
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portion of the elastically extensible absorbent stnicture that forms all or part of the 
absorbent core of the diaper in addition to absoibency. will have similar properties. 

Fig. 17 shows another example of a structure 1700 that can be formed by the 
method of the present invention. The stnicture shown in Fig. 17 comprises an outer 
earner web or wrapping 1702 (such as one ofthe carrier webs described above) The 
wrappmg 1702 is wrapped around a compressible and resilient material (such as one 
ofthe foam absorbem materials described above). The outer wrapping 1702 has a 
stramable network formed therein. The strainable networic comprises a plurality of 
substantially planar unformed first regions 1706. and a plurality of second regions 
1708 formed into raised rib-like elements 1710. In the embodiment shown in Fig 17 
the unformed regions 1706 are in the form of bands that intermittently encircle the 
formed regions 1708. The embodiment shown in Fig. 17 is prefenibly made by 
forming a laminate of the outer wrapping 1702 and the compressible and resilient 
material. The strainable network region is preferably then foimed in the laminate of 
the outer wrapping 1702 and the compressible and resilient material. The outer 
wrapping 1702 is then wrapped around the compressible and resiUent material 
quickly enough so that the wrapping occurs before the compressible and resUient 
material begins to expand. 

As shown in Fig. 17, when the compressible and resilient material expands, it 
expands more into the areas where the second regions 1708 ofthe strainable network 
region are formed (due to the greater extensibility of these regions ofthe wrapping 
1702). The expansion causes these regions to bulge further outward than the 
unformed regions 1706. This provides a segmented stnicture. The segmented 
stnicture shown in Fig. 17 is advantageous for use in absorbent articles or as an 
absorbem article (such as an absorbent interlabial device) in which it is desirable to 
provide an absorbent article with areas having greater flexibiUty (the smaller diameter 
unfonned regions 1706) than other regions. Such a segmented stnicture may provide 
improved confonnity with the shape ofthe wearer's body when worn. 

Fig. 18 shows another type of stnicture or absorbem article 1800 that the 
method of the present invention can be used to forni. The absori>ent article or 
portion of an absortjent article 1800 shown in Fig. 18 comprises a composite 
stnicture such as a web or block of material 1802 that is fonned into a plurality of 
upnght columns 1804. The columns 1804 can have any suitable dimensions be very 
narrow if desired. The columns 1804 may comprise absorijent foam material. The 
columns 1804 may be attached to a carrier web 1806 ofthe type described her in 
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The absorbent article shown in Fig. 1 8 provides a structure in which the orientation 
of the structural components malcing up the structure is primarily oriented 
perpendicular to the plane of the absorbent article (that is, in the Z-direction). 

The absorbent structure 1800 shown in Fig. 18 is distinguishable from 
conventional fibrous webs in which the structural elements comprising the fibrous 
webs (the indi>ddual fibers) are typically stacked on top of one another (or oriented in 
the X-Y plane). The absorbent structure shown in Fig. 18 provides the absorbent 
article with increased surface area for the absorption of discharged bodily liquids and 
natural void spaces 1810 between the columns 1804 that can serve to acquire gushes 
of such fluids and/or take in solid matter such as that in bowel movements or cellular 
debris contained in menstrual fluid. If desired, the columns of absorbent material can 
be placed directly against the wearer's body to serve as a "topsheet" for the absorbent 
article. 

To make the absorbent structure shown in Fig. 1 8, a composite web can be 
formed of a web or block of absorbent material which is adhesively attached (to the 
extent possible) to a carrier web by adhesive 1 808. The composite web thus formed 
is subjected to a force by impressing a patterned surface therein. The surface of the 
composite web adjacent to the exposed surface of the absorbent material can either 
be temporarily or permanently covered with a web for ease in removing the 
composite web from the patterned surface. If a web is used to temporarily cover the 
surface of the absorbent material, it can be removed after the composite web is 
removed from the patterned surface. The adhesively attached carrier web 1 806 may 
be liquid impervious and, thus, may serve as a liquid impervious backsheet. The 
absorbent structure shown in Fig. 1 8 is advantageous in that it provides a body-facing 
surface that is highly conformable to the adjacent portions wearer's body. 

Fig. 19 shows another example of a structure 1900 that can be formed by the 
method of the present invention. The structure 1900 shown in Fig. 19 is similar to 
that shown in Fig. 18. The structure 1900 shown in Fig. 19 has a body-facing surface 
1900A and a back surface 1900B. The structure also comprises a web or block of 
material 1902 that is formed into columns 1904, which is joined to a carrier web 
1906 by an adhesive 1908. The columns 1904 also have void spaces 1910 
therebetween. However, in Fig. 19, a liquid pervious carrier web 1912 is placed on 
the top of the absorbent foam material 1902. As shown in Fig. 19, the mechanical 
straining can force or tuck portions of the liquid pervious carrier web 1912 between 
the columns 1904. The liquid pervious carrier web 1912 can, as shown in Fig. 19, be 
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one of the plates, upper plate 2202, has a pattern of teeth 2206 on its surface. The 
other plate, flat plate 2204, does not. The flat plate 2204 can have a rigid surface, or 
a deformable surface. 

Fig. 23 shows another alternative embodiment of the method of the present 
invention. In the embodiment shown in Fig. 23, the apparatus 2300 comprises an 
anvil roll 2302 and a patterned roll 2304 that has a plurality of elements 2306 which 
have a small surface or "land" area. This apparatus 2300 could be similar to an 
apparatus used to spot bond nonwoven materials. The embodiment in Fig. 23 shows 
the absorbent material 2322 without the carrier web(s) for simplicity of illustration. 
This embodiment shows that the compression of the absorbent materials 2322 in very 
small areas may not result in any noticeable amount of absorbent material being 
removed from the area where localized pressure is exerted on the material. Instead, 
the localized pressure causes fractures 2308 to develop in the absorbent material 
2322 that emanate from the points where localized pressure has been applied. The 
fractures 2308 may or may not be visible. The fractures 2308 also may not extend 
completely through the absorbent material 2322. If the absorbent material 2322 is 
stretched after it is passed through the apparatus 2300 shown in Fig. 23, the fractures 
2308 may expand and propagate so that they are visible. 

In other embodiments, particularly where the absorbent material is slit with a 
plurality of intermittent slits, the absorbent material can be stretched simultaneously 
with the slitting, or thereafter. This will create openings in the absorbent material. 
Certain slitting patterns combined with stretching to widen the slits can form the slit 
absorbent material into a structure that resembles an "expanded metal" structure with 
diamond-shaped openings. The openings can then, if desired, be filled with particles 
of absorbent material. 

In still other embodiments, the materials used herein, or the method of the 
present invention can be altered so that a wider variety of materials will be suitable 
for use in this method. For example, the materials that are described herein as being 
suitable for being broken, slit, or formed into particulate material, are generally those 
that are capable of being fractured in these manners in their nature state, at room 
temperature. In other embodiments, materials that have a higher breaking point (or 
are less brittle) than those described herein could be altered so that they can be 
fractured. For instance, polymeric materials that have these characteristics could be 
treated with a solvent to selectively strip out components of the polymer to make the 
polymeric material more brittle at room temperature. Alternatively, or additionally. 
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WHAT IS CLAIMED IS: 

1. A method of fracturing an absorbent material in situ on another material in a 
process of making an absorbent element for an absorbent article, said method 
comprising the steps of: 

(a) providing a carrier material having a first breaking point; 

(b) providing a second material on said carrier material to form a composite 
structure having two surfaces, said second material having a second 
breaking point that is lower than the breaking point of smd carrier 
material, said second material comprising an absorbent material; 

(c) providing an apparatus for applying a force to said composite structure; 
and 

(d) applying a localized force to at least a portion of at least one of the 
surfaces of s^d composite structure using said apparatus, said force 
being greater than the second breaking point, but less than said first 
breaking point so that the absorbent material fi-actures in at least one 
place without breaking the carrier material. 

2. The method of Claim 1 wherein said absorbent material at least partially 
breaks in said at least one place and separates adjacent the break in said 
absorbent material. 

3. The method of Cl^m 1 wherein said force applied to said composite structure 
in step (d) has a tensile force component. 

4. The method of Claim 1 wherein said force applied to said composite structure 
in step (d) has a compressive force component. 

5. The method of Claim 1 wherein said force applied to said composite structure 
in step (d) is a combination of a compressive force and a tensile force, 

6. The method of Claim 1 wherein said apparatus comprises a pair of rolls 
having partially intermeshing teeth thereon, and said rolls define a nip 
therebetween. 
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(c) providing an apparatus for mechanically straining said composite 
structure, said apparatus having at least one patterned surface thereon; 
and 

(d) subjecting said composite structure to a mechanical straining process 
using said apparatus by impressing a patterned surface thereon with a 
force that is greater than the second yield to break point, but less than 
said first yield to break point so that the second material is at least 
partially slit without slitting the carrier material. 

11. The method of Claim 10 wherein said carrier material comprises a nonwoven 
material. 

12. The method of Claim 10 wherein said carrier material comprises an apertured 
film. 

13. The method of Claim 10 wherein said apparatus comprises a pair of rolls 
having partially intermeshing teeth thereon. 

14. A method of making a self-contained web of particulate material, said method 
comprising the steps of: 

(a) providing a carrier web having a first yield to break point under tensile 
forces; 

(b) providing a second web of material for forming into particulate material 
on said carrier web to form a composite web, said second web of 
material having a second yield to break point under tensile forces that is 
lower than the yield to break point of said carrier web; 

(c) providing an apparatus for mechanically straining ssid composite web, 
said apparatus having at least one patterned surface thereon; and 

(d) subjecting said composite web to a mechanical straining process using 
said apparatus by impressing a patterned surface thereon so that the 
second web of material is at least partially formed into particulate 
materia] without forming the carrier web into particulate material. 

15. The method of Claim 14 wherein said second web of material comprises an 
absorbent material. 
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16. The method of Claim 15 wherein said absorbent material comprises an 
absorbent foam material. 

18. The method of Claim 14 wherein said earner web comprises an apertured 

19. The method of Claim 14 wherein said carrier web and said second web are 
joined together. 



20. 



The method of Claim 14 wherein said apparatus comprises: (i) a first 
patterned roll having said at least one patterned surface thereon; (ii) a second 
patterned roU having a patterned surface thereon; (iii) a roll with a 
compress.ble and resilient surface that fonns a pressure biased nip with said 
first and second patterned rolls; and (iv) the composite web is successively fed 
through a nip between the first patterned and the roll with the 
compressible and resilient surface and the second patterned roM and the roll 
with the compressible and resilient surface. 

21. The method of Claim 14 wherein said apparatus comprises two sets of roUs 
having teeth thereon that are partially intermeshing. said sets of rolls 
compnsmg: 

(i) a first pair of rolls having ridges and valleys that are disposed 
around the circumference of the rolls, and said ridges form said 
teeth; and 

(ii) a second pair of rolls, each roll in said second pair of rolls having an 
WIS, said rolls in said second pair of rolls having ridges and valleys 
that run parallel to the axes of said second pair of rolls, and said 
ndges on said second pair of rolls form teeth on said second pair of 
rolls. 

22. The method of Claim 21 wherein said composite web is fed sequentially 
throu^ a nip between said first pair of roDs and a nip between said second 
pair of rolls. 



Of 
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23. The method of Claim 21 wherein said composite web is fed sequentially 
through a nip between said second pair of rolls and a nip between said first 
pair of rolls. 

24. A method of making an elastic absorbent composite structure in a process of 
making at least a portion of an absorbent article, said method comprising the 
steps of: 

(a) providing an elastic material having two surfaces, each of which 
generally defines a plane, said elastic material having a first yield to 
break point under tensile forces; 

(b) providing an absorbent second material, which is placed parallel to the 
planes defined by the surfaces of said elastic mateiral to form a 
composite structure, said absorbent second material having a second 
yield to break point under tensile forces that is lower than the yield to 
break point of said elastic material, and said composite structure having 
two surfaces, and edges; 

(c) providing an apparatus for mechanically straining said composite 
structure, s£ud apparatus having at least one patterned surface thereon; 
and 

(d) subjecting said composite struaure to a mechanical straining process 
using said apparatus by impressing a patterned surface into said 
composite structure with a force that is greater than the second yield to 
break point, but less than said first yield to break point so that the 
absorbent second material is at least partially slit without slitting the 
elastic material 

25. The method of Claim 24 wherein said elastic material comprises an elastic 
polyurethane foam. 

26. The method of Claim 24 further comprising providing a second material, and 
the step (b) fiirther comprises placing one of said elastic materials on each 
side of said absorbent second material. 

27. The method of Claim 24 fiirther comprising providing a liquid pervious 
topsheet material adjacent to one surface of said composite structure, and a 
liquid impervious backsheet material adjacent to the other surface of said 
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composite structure, wherein said topsheet and said backsheet extend beyond 
the edges of said composite structure, and are at least partially peripherally 
jomed together prior to the step (d) of subjecting said composite structure to 
a mechanical straining process. 

28 A method of slitting an absorbent material in situ on another material in a 
process of making at least a portion of an absorbent article, said method 
comprising the steps of: 

(a) providing a carrier material having a first yield to break point under 
tensile forces, said first yield to break point being the point at which said 
carrier material completely severs into strips; 

(b) providing an absorbent second material on said carrier web to form a 
composite structure, said second material having a second yield to break 
pomt under tensile forces that is lower than the first yield to break point 
of said carrier material, said composite structure having two surfaces; 

(c) providing an apparatus for mechanically straining said composite 
structure, said apparatus having at least one patterned surface therwn; 
and 

(d) subjecting said composite structure to a mechanical straining process 
using said apparatus by impressing a patterned suifece into at least a 
portion of at least one of the surfaces of said composite structure with a 
force that is great enough to partially slit said carrier material and 
greater than the second yield to break point, but less than said first yield 
to break point so that the absorbent second material is slit and the 
carrier material is only partially slit. 

29. The method of Claim 28 wherein the partial slits in said carrier material are 
intermittent and vertically aligned with portions of the slits in said absorbent 
second material. 
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